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Please add the following new claims 
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A combination of two or more powder coatings for 
coating film having a visually homogeneous hue, 
comprising t\o or more color powder coatings wherein the color of 
each powder 6oating is different, wherein a difference in 
triboelectric change of said two or more powder coatings is 5.0 
fiC/g or less; and wherein particles of each powder coating are not 
agglomerated . 

3. The combination of powder coatings according to claim 22, 
wherein l^e average particle size of the powder coating is from 1 
to 50 fim. 

24. The combination of powder coatings according to claim 22, 
wherein the average^article size of the powder coating exceeds 10 
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5. The combination of powder coatings according to claim 22, 
whereinNsaid combination is prepared by mixing two or more powder 
coatings su^h that the difference in triboelectric charge of said 
two or more poV^er coatings is 5.0 fiC/g or less. 

A powder coating composition capable of forming a coating 
film jha^ng a visually homogenous hue which comprises two or more 
color powder coatings wherein the color of each powder coating is 
different, Na difference in triboelectric charge of said two or more 
powder coatings is 5.0 /xC/g or less; and wherein particles of each 
powder coatingv is not agglomerated. 

7. The composition according to claim 26, wherein a 
difference in true specific gravities of said two or more color 
powder coalings is 0.15 g/cc or less. 

28. TRxe composition according to claim 26, wherein a 
difference in apparent densities of said two or more color powder 
coatings is 0.020\g/cc or less. 

29. The composition according to claim 26, wherein a 
difference in softening: points of said two or more color powder 
coatings is 5.0° C or less, the softening points being measured 
using a capillary rheometer, 

30. The composition according to claim 26, wherein a 
difference in dielectric constants\f said two or more color powder 
coatings is 0.20 or less. 

31. The composition according to tqlaim 26, wherein each of 
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